Permanent Painting

will; for instance, there should therefore be no hesi-
tancy in using cadmium sulphide with any lead corn-
pound, although, to make assurance doubly sure,
zinc white could be used as when a cadmium color
is mixed with zinc there can not possibly be any visi-
ble effect of decomposition.
It is unfortunate, perhaps, that cadmium sulphide is
so very expensive. The dry pigment itself costs at
this writing about $3.00 a pound to manufacture, but
no artistic painter should be without this yellow, and
above all it should only be bought from a manufacturer
of excellent reputation.
Cadmium yellow may fail, and in many instances
does fail, because it is improperly made and because
it is ground in an emulsion of oil and water, or be-
cause the oil in which it is ground may be of a highly
acid nature. Manufacturers of tube colors ought to
learn the lesson that no tube color should be ground in
a chemically bleached vegetable oil, for oils are prin-
cipally bleached by means of a strong acid like sul-
phuric or chromic, and all traces of these acids are
not entirely washed out, so that much trouble may
arise from the ultimate effect of this trace of acid,
and even a good color like cadmium may be decom-
posed if the oil be not entirely pure.
The cadmiums are slow but reliable driers and may
be mixed with all other chemical pigments, even flake
white, without decomposing.
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